SOME ANALYSES OF CLAYS
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tests.   Any excess is  deducted  as  a  blank for each  element
determined.

CLAYS HIGH IN ALKALIES AND NOT GOOD FOR REFRACTORIES


	No. 1.
	No. 2.
	No. 3.

Ignition .............................
	8.72
	5.72
	6.18

Silica
	62 92
	71 43
	65 20

Alumina    ...................
	22.95
	17.78
	20 38

Iron oxide ..........................
	3.01
	2.15
	2.84

Lime ................................
	0.36
	0.24
	0.38

Magnesia       .....
	0 36
	0.41
	0 61

Alkali (Na<>O) ....... '. ..............
	1.99
	1.97
	4.04


	
	
	

Sulphur          .   .
	100.31 0 210
	99.70 0 088
	99.63 0 057


	
	
	

ANALYSES OF CLAYS OF GOOD REFRACTORY PROPERTIES


	Silica.
	Iron Oxide.
	Alumina.
	Lime.
	Magnesia.
	Ignition.
	Sulphur.
	Total.

H W        ......
	54.98 52.60 53.80 47.80 53.12
	3.31 4.12 3.07
 2.87 2.63
	28.03 27.54 27.97 35.95 29.41
	0.66 0.82 0.44 0.30 0.64
	0.55 0.91 0.54 Trace 0.54
	11.38 13.74 12.58 13.26 12.90
	0.11 0.190 0.044 0.025 0.021
	99.02 99.92 98.44 100.20 99.26
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